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JEWELRY & ENAMELING

PROCESSES

Placing

the

Sprue Pin

in the

Sprue

Former

Washing

the

Pattern

Place the sprue pin in the sprue former; hold to
the sprue former with a bit of wax.

Use a soft brush and soap powder to paint the
pattern.   This cleans off any extra particles of
wax and makes the pattern smooth.
Brush with water.

Mixing

the

Investment

Coating

the

Pattern

Placing

the

Flask

on the

Sprue

Former

INVESTING THE PATTERN

Use a rubber dish or half a rubber ball in which
to mix the dental casting investment.
Add water to the investment and stir to a
smooth, thick, creamy consistency.

Paint the pattern with the mixed investment
and vibrate during this process.
Sprinkle the painted surface with dry investment
until the excess water has been absorbed; the
investment should completely cover the pat-
tern % inch thick. Set aside about twenty min-
utes until the investment hardens.

Place the casting flask on the rim of the sprue
former which holds the sprue pin and the pat-
tern.

Scratch a line on the outside of the flask to indi-
cate the position of the pattern.